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STAMPED FORMS

Tools '                 Fine silver 26- or 28-gauge

And                       Battleship linoleum or sheet lead 10- or 12-

Working                  gauge

Materials               Stamping tool

Hammer
PROCESSES

Stamping               Place the metal on the linoleum or sheet lead.

the                        Place the stamping tool on the metal.

Forms                   Strike the stamping tool a sharp blow with the

hammer.

Bend the linoleum or lead sheet.

Remove the form which is embedded.

QUESTIONS

.1. Why is sterling used in place of fine silver for domes on rings
and bracelets?

Fine silver dents easily and these two articles receive harder
wear than brooches and pendants.

2.  Can sterling silver be melted into balls?

Sterling silver can be used but fine silver makes a smoother
ball and has more lustre.

3.  Why are balls pat on one side when melted on the charcoal
block? ,

If the metal is melted and cooled on the flat surface of the
charcoal block, one side of the ball will be flat. This is
often an advantage as the ball is easier to place.

4.  How can metal be melted into balls without the flat side?

Make small depressions in the charcoal block with a rounded
tool. Melt the metal in this depression,